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RE M A R KS 

The present amendment modifies the claim format only and eliminates the use of 
multiple dependency. 

An Information Disclosure Statement is being filed concurrently herewith. 

The examination and allowance of the Application are respectfully requested. 

Respectfully submitted, 

Burns, Doane, Swecker & Mathis, l.l.p. 

Benton S. Duffett, Jr. 
Registration No. 22,030 

P.O. Box 1404 

Alexandria, Virginia 22313-1404 
(703) 836-6620 



Date: November 20, 2001 
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Attachment to Preliminary Amendment dated November 20. 2QQ1 

Marked-up Claims 3, and 5 to 12 

3. (Amended) Material according to claim 1 [or 2 claim], wherein the 

powdered metallic material comprises less than 3.0 wt % iron. 

5. (Amended) Material according to [any of the preceding claims] claiml, 
wherein the powdered metallic material [preferably] comprises 0.05-1.0 % by weight of a 
carbide forming element. 

6. (Amended) Material according to [any of the preceding claims] claim 1, 
wherein the powdered metallic material [preferably] comprises 1.0-5.0 % by weight of 
carbide forming element. 

7. (Amended) Material according to [any of the preceding claims] clainxl, 
wherein the powdered metallic material [preferably] comprises 0.6 - 1.6 % boron and 
1.6-3.5 % silicon. 

8. (Amended) Material according to [any of the preceding claims] clainLl, 
wherein the powdered metallic material [preferably] comprises 1.5 - 3.0 wt % 
phosphorous. 
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9. (Amended) Material according to [any of the preceding claims] clainLl, 

wherein the powdered metallic material [preferably] comprises 0.01-0. 5% by weight of 
carbon [and preferably less than 0.3 % by weight]. 



10. (Amended) Material according to [any of the preceding claims] claimJL, 
wherein the powdered metallic material is a homogenous alloy. 



1 1 . (Amended) Material according to [any of the preceding claims] claim 1, 
wherein the powdered metallic material is a gas atomized powder or a water atomized 
powder. 



12. (Amended) A method of forming wear resistant surface coating on a cast 
iron substrate, comprising the steps of 

providing a nickel based powdered metallic material comprising in addition to nickel 
0 - 4.5 % by weight of copper, 0-5.0 % by weight of iron, whereby the total amount of 
copper and iron is at least 2.5 % by weight, 0.05-5.0 % by weight of a carbide forming 
element, 0.5-2.0 % by weight of boron, 1.0-4.0 % by weight of silicon, 0.5-4.0 % by 
weight of phosphorus, 0.01-0.5 % by weight of C and less than 2 % by weight of 
inevitable impurities, 
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[optionally preheating the substrate to a temperature in the range of 300-800 °C;] 

and 

applying and melting at least one layer of the powdered metallic material onto the 
substrate by means of thermal coating, whereby formation of carbide occurs on the surface 
of the substrate. 



